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(54) Abstract Title: Binder for electrodes and preparation of an electrode 

(57) A binder for electrode materials comprises tetrafluoroethylene based polymer fine particles having an 
average particle size of not more than about 0.20 u,m and having a standard specific gravity of not more 
than about 2.20, wherein a mixture prepared from said fine particles with about 17% by weight of the total 
mixture of an extrusion coagent, when subjected to the measurement of an extrusion pressure by a 
rheometer, exhibits under the conditions of a draw ratio of 100 to 1 and an extrusion speed of 18±2 
mm/min, an extrusion pressure of not less than about 220 kg/cm 2 . 

By mixing electrode materials with this binder and subsequently moulding the mixture comprising 
electrode materials and binder, an electrode is made. 
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TITLE OF INVENTION 

Binder for Electrodes 
BACKGROUND OF THE INVENTION 

Field of the Invention 

The present invention relates to binder used for binding electrode 
material such as carbon and the like, specifically to fluoropolymer-based 
binder suitable for manufacture of battery electrodes. 
Description of Related Art 

Recently, demands have been rising for small size and suitably 
portable electrical and electronic devices, such as audio tape recorders, 
cameras, integrated video tape recorders, personal computers, cellular 
telephones, and the like. This has created a need for small high 
performance batteries. Among new types of batteries that have been 
commercialized are nickel hydrogen, and lithium, in addition to traditional 
lead batteries and/or nickel-cadmium batteries. In addition, development 
and commercialization are also in progress on relatively large size 
electrical energy supply devices such as automotive fuel cells, and 
electrical double layer capacitors. 

Materials for production of electrodes for constructing batteries are 
normally shaped into the preferred configuration using binders, said 
materials including manganese dioxide (Mn0 2 ), nickel hydroxide [Ni(OH>2], 
hydrogen occlusion alloys, lithium cobaftate (LiCo0 2 ), lithium nickelate 
(LiNi0 2 ), lithium manganate (LiMn 2 0 4 ), carbon, and graphite. Binders 
have been based on fluoropolymers, which exhibit excellent chemical 
resistance and heat resistance as well as binding properties. 

For example, Unexamined Japanese Patent Application Publication 
Kokai S63-236258 discloses the use of an aqueous dispersion of 
polytetrafluoroethylene (PTFE) for binding positive electrode materials for 
primary lithium batteries such as Mn0 2 , acetylene black, and graphite. 
Japanese Patent Application Publication H6-10980 describes examples of 
binding manganese oxide for an air battery, carbon black, and activated 
carbon using aqueous PTFE dispersion. 

Also, examples are known in which polyvinylidene fluoride (PVDF) 
is used as a binder. Kokai H&44964 describes mixing a conductor such 
as a hydrogen occlusion alloy, or nickel carbonyl powder, for a nickel 
hydrogen battery with a PVDF solution, fabricating the mixture into sheet 
form, and using the product as an electrode. In the case of a lithium ion 
secondary battery, as described in Kokai H4-249860, a positive electrode 
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It is an object of this invention to provide a binder for electrodes 
which can be uniformly mixed with the electrode material and which 
exhibits high binding strength at a low levels of addition. 

BRIEF SUMMARY OF THE INVENTION 
5 The present invention is directed to a binder for electrode materials 

which comprises tetrafluoroethylene polymer fine particles having an 
average particle size of not more than about 0.20 nm and having a 
standard specific gravity of not more than about 2.20, wherein a mixture 
prepared from said fine particles with about 17% by weight of the total 
10 mixture of an extrusion coagent, when subjected to the measurement of 
an extrusion pressure by a rheometer, exhibits under the conditions of a 
draw ratio of 100 to 1 and an extrusion speed of 18±2 mm/min, an 
extrusion pressure of not less than about 220 kg/cm 2 . 

The tetrafluoroethylene based polymer is preferably 
1 5 polytetrafluoroethylene or a copolymer of tetrafluoroethylene with at least 
one comonomer selected from the group consisting of fluoro(alkyl vinyl 
ethers) represented by formula CF3-(CF 2 )n-0-CF=CF 2 (where n is 0, 1, or 
2), hexafluoropropylene, and perfluorobutylethylene. 

The present invention also relates to a process for making an 
20 electrode comprising: 

mixing electrode materials with a binder to form an electrode/binder 
mixture, said binder comprising tetrafluoroethylene based polymer fine 
particles having an average particle size of not more than about 0.20 |im 
and having a standard specific gravity of not more than about 2.20, 
25 wherein a mixture prepared from said fine particles with about 17% by 
weight of the total mixture of an extrusion coagent, when subjected to the 
measurement of an extrusion pressure by a rheometer, exhibits under the 
conditions of a draw ratio of 100 to 1 and an extrusion speed of 18±2 
mm/min, an extrusion pressure of not less than about 220 kg/cm 2 ; and 
30 molding the electrode/binder mixture into an electrode. 

DETAILED DESCRIPTION OF THE INVENTION 
The binder for electrode materials for this invention comprises fine 
tetrafluoroethylene based polymer particles having an average particle 
size of not more than about 0.20 ^im, preferably about 0.10 to about 0.18 
35 \im and having a standard specific gravity of not more than about 2.20, 
preferably about 2.12 to about 2.19. 

Here, the average particle size is measured by light scattering. The 
method calls for irradiating tetrafluoroethylene based polymer fine particles 
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prepared in a dispersion state (primary particles) with laser light, thereby 
measuring the particle size of the fine particles by means of the extent of 
modulation of frequencies of the scattered light. One example used a 
particle size measurement instrument (a product made by Nikkiso Co., 
5 Ltd., trade name Microtrack UPA 150, Model no. 9340) where the sample 
was diluted with water so that the loading index of the sample dispersion 
became 0.5 to 1.5. Data input were: the sample configuration selected as 
non-spherical (With the "Spherical Particles" set at "No" ) along with the 
refractive index of the sample (1.37) and the refractive index of the water 
10 solvent (1.33). Average particle size was measured under such 
conditions. 

The tetrafluoroethylene based polymer fine particles have an 
average particle size of about 0.20 *mn or less in this invention, smaller 
than the average particle size of the usually manufactured polymer 

15 particles, so that the number of polymer particles per unit mass is greater. 
This facilitates uniform dispersion of the polymer fine particles in the active 
ingredients that constitute an electrode, and at the same time the greater 
surface area for polymer fine particles results in increased contact area 
between the polymer fine particles and the active ingredients, so that this 

20 in turn is postulated to increase the number of fibrillating fibers on their 
surfaces when the polymer fine particles are subjected to shear force, 
thereby effecting enhanced binding strength. 

Standard specific gravity can be determined in accordance with 
ASTM D-1457. Since it is difficult to directly measure the molecular weight 

25 of PTFE, the molecular weight is indirectly estimated from the standard 
specific gravity. The higher the standard specific gravity, the lower the 
molecular weight, or the lower the standard specific gravity, the higher the 
molecular weight Since a standard PTFE has a standard specific gravity 
of about 2.21 as used in ordinary applications, the tetrafluoroethylene 

30 polymer having a standard specific gravity of not more than about 2.20 
used in this invention belongs to a relatively high molecular weight region. 
The tetrafluoroethylene polymer normally assumes a lamella structure, in 
which the higher the molecular weight, the easier it is for the lamella 
structure to be loosened with a small force, resulting in fibrillation and 

35 enhancing the binding strength to electrode materials. 

The tetrafluoroethylene based polymer used in this invention is a 
polymer comprising tetrafluoroethylene as a repeating unit, which may be 



a tetrafluoroethylene homopolymer or a copolymer of tetrafluoroethylene 
with a fluorine-containing monomer terminated with a double bond. 

Tetrafluoroethylene homopolymer can be prepared normally by 
emulsion polymerization of tetrafluoroethylene in the presence of a radical 
polymerization catalyst; details of the method of manufacture are 
described in Japanese Patent Application Publications S37-4643, 46- 
14466, and 56-26242 

When the tetrafluoroethylene based polymer is a copolymer of 
tetrafluoroethylene and a fluorine-containing monomer, the comonomer 
fluorine-containing monomer includes chlorotrifluoroethylene, 
hexafluoropropylene, fluoroalkylethylene, perfluoroalkylethylene, 
fluoroalkyl-fluorovinyl ether and the like. The particularly preferred 
comonomer is at least one comonomer selected from the group consisting 
of fluoroalkyl-fluorovinyl ether compounds, hexafluoropropylene, and 
perfluorobutyl ethylene. 

The fluoro(alkyl vinyl ethers) are those represented by the following 
formula: CF 3 -(CF2)n-0-CF=CF2 (Where n is 0, 1, or 2), including, for 
example, trifluoromethyl fluorovinyl ether, pentafluoroethyl fluorovinyl 
ether, and heptafluoropropyl fluorovinyl ether, also known as 
perfluoro(methyl vinyl ether), perfluoro(ethyl vinyl ether), and 
perfluoro(propyl vinyl ether), respectively. 

One or more comonomers may be used in the above copolymer. 
The comonomer content in the copolymer should preferably be about 
0.001 to 2% by weight more particularly, about 0.01 to 0.5% by weight. 
From such copolymer, one can obtain fine particles with small average 
particle size and low standard specific gravity useful as a binder for 
electrode materials according to this invention. This copolymer can be 
manufactured using the same process used in manufacturing 
tetrafluoroethylene homopolymers, by emulsion polymerization of 
tetrafluoroethylene and a fluorine-containing monomer in the 
polymerization system, along with radical polymerization catalyst. 

The tetrafluoroethylene polymer fine particles can be used in the 
form of a fine powder prepared by coagulating and drying the emulsion 
polymer, as an aqueous dispersion prepared by concentrating and 
stabilizing an emulsion from emulsion polymerization, or as a nonaqueous 
dispersion prepared by dispersing the polymer fine particles in a 
nonaqueous medium. 



The fine particles according to this invention are those that not only 
have an average particle size and standard specific gravity within the 
aforementioned ranges, but also which exhibit an extrusion pressure of 
about 220 kg/cm 2 or greater, preferably about 270 kg/cm 2 or greater, 
under the conditions disclosed in the next paragraph. 

For measurement of extrusion pressure, the test sample is 
prepared in the form of a paste mixture by compounding about 17% by 
weight, based on the total weight, of an extrusion coagent with the 
polymer fine particles. The extrusion coagent used is a lubricant 
manufactured from petroleum hydrocarbon containing at least about 90% 
of an isoparaffin component with the aromatic hydrocarbon and olefinic 
hydrocarbon components adjusted to not more than about 1%, and having 
an initial boiling point of at least 1 1 0°C and dry point of not more than 
about 145°C, determined according to the method of ASTM D 1078. An 
example of such an extrusion coagent is made by ExxonMobil Chemical 
Co., under the trade name Isopar-E. The extrusion conditions are a draw 
ratio of 100 to 1 and extrusion speed of 18±2 mm/min. If the extrusion 
pressure of a test sample falls within the above range, the 
tetrafluoroethylene fine particles in that test sample will provide excellent 
adhesion properties to electrode materials. 

The measurement of extrusion pressure by extrusion rheometer is 
carried out according to the following sequence: 

(1) Adjust polymer dispersion resulting from emulsion polymerization 
with pure water to a 15% by weight concentration; place about 750 ml of 
the resultant dispersion in a 1 liter volume polyethylene container; 
vigorously shake the container by hand and coagulate the polymer. 
Separate the polymer powder from the water and dry the powder at 140°C 
for 16 hours. 

(2) Mix 1 00 g of the powder and 20.5 g (1 7.0% by weight) of a 
hydrocarbon lubricant (a product of ExxonMobil Chemical Co., trade name 
Isopar-E) as extrusion coagent in a polyethylene container to form a 
paste-like material; age at least 8 hours at room temperature (23±2°C). 

(3) Fill in a 30.9 mm ID cylinder with above aged paste mixture and 
then place a 55 kg load on the piston inserted into cylinder; hold for 1 
minute. 

(4) Remove the paste mixture from the cylinder; place it in a cylinder 
with an ID 31.7 mm equipped with an extrusion die (orifice 3.17 mm in 



diameter); extrude the paste mixture at an extrusion speed of 18 mm/min 
(ram speed) into a strand. 

(5) Calculate the extrusion pressure (kg/cm 2 ) for the paste mixture by 
dividing the value of the extrusion pressure, when the pressure reaches 
5 equilibrium in the latter half of the extrusion operation, by the cylinder 
cross-sectional area. 

The draw ratio for a rheometer (RR) is the ratio of the cross- 
sectional area (S2) of the cylinder filled with the paste mixture to the cross- 
sectional area (S1) of the die orifice, that is, S2/S1, which is for the 
1 0 example given as follows: 

[(31.7/2) 2 x rc]/[(3.17/2) 2 x n] = 100/1 
In the extrusion experiment for the paste mixture with this 
rheometer, the tetrafluoroethylene polymer fine particles, under shear 
force, generate fibrils on the surface thereof and at the same time the fine 
15 particles undergo an orientation in the extruded direction generating inter- 
particle frictional force. Combination of the fibrillation and the generation 
of frictional force manifests itself as the extrusion pressure; in other words, 
the extrusion pressure is then controlled by the extents of fibrillation and 
frictional forces. 

20 The tetrafluoroethylene polymer fine particles used in this invention 

are smaller in average particle size than that of the conventionally used 
particles, which results in a greater surface area and in turn, a greater 
contact area between the particles, resulting in a greater frictional force 
among particles. The tetrafluoroethylene polymer fine particles, which are 

25 a high molecular weight material, are in a readily fibrillating state. 

Combination of these two physical properties end up giving a high value in 
a measurement of extrusion pressure by a rheometer; the extrusion 
pressure must be at least 220 kg/cm 2 in order for the product to exhibit 
good binding properties with electrode materials. 

30 The tetrafluoroethylene polymer fine particles used in this invention 

are binders for electrode materials, where the useable electrode materials 
include conventionally known materials as unmodified, such as 
carbonaceous materials, transition metal oxides, and complex oxides of 
lithium and transition metals. They are, for example, carbon, graphite, 

35 manganese dioxide (Mn0 2 ) ( nickel hydroxide Ni(OH) 2 , hydrogen occlusion 
alloys, lithium cobaltate (LiCo0 2 ), lithium nickelate (LiNi0 2 ),and lithium 
manganate (LiMn 2 0 4 ). 



-7- 



Mixing such electrode materials with the binder of this invention 
followed by molding can produce electrodes, and the resulting electrodes 
can be used in primary batteries, secondary batteries, fuel cells, electrical 
double layer capacitors, and the like, particularly suitable for providing 
electrodes for primary or secondary batteries. 

EXAMPLES 

The present invention is now explained in detail by way of the 
following Examples, to which this invention is not limited: 

Example 1 

A 4L volume stainless steel (SUS 316) autoclave equipped with 
stirring blades and a temperature control jacket is charged with 60 g of 
paraffin wax, 1705 ml of deionized water, and 3 g of ammonium 
perfluorooctanoate. The system is purged five times with nitrogen gas to 
remove oxygen while it is heated to 80°C, evacuated, and fed with 5 ml of 
perfluorobutyl ethylene (PFBE). Then tetrafluoroethylene (TFE) is fed to 
maintain the internal pressure at 26 kg/cm 2 gage, with the stirring rate kept 
at 109 rpm and the internal temperature at 85°C. 

Next, 100 ml of an aqueous solution of 300 mg of ammonium 
persulfate dissolved in 500 ml of deionized water is pump-fed to the 
autoclave. Five minutes after the start of reaction, 1 50 ml of a solution of 
2667 mg of ammonium perfluorooctanoate dissolved in 400 ml of 
deionized water is pump-fed at a rate of 3 ml per minute. The reaction 
slowly starts and gradually accelerates, but the internal system 
temperature is controlled to remain constant at 80°C and the agitation 
speed is kept constant at 109 rpm. TFE is continuously fed to keep the 
internal pressure of the autoclave constant at 26 kg/cm 2 . When the 
amount of TFE consumed by the reaction after initiator addition reaches 
670 g (the total amount fed including the pressure-fed portions is 948 g), 
50 ml of a solution prepared by dissolving 64 ml of 29% aqueous ammonia 
in 400 ml of deionized water is pump-fed to allow the reaction to continue. 

When the consumption of TFE reaches 1337 g (the total amount 
fed including the pressure-fed portions is 1497g), the feeding of the TFE 
and agitation are stopped, the gas in the autoclave is vented to bring the 
autoclave to atmospheric pressure, and the contents are removed to finish 
the reaction. The resulting TFE/PFBE copolymer contains 0.18% by 
weight of PFBE. The dispersion has a solids concentration of 38.7% by 
weight, an average polymer particle size of 0.164 urn, and a standard 
specific gravity (SSG) of 2.148. The extrusion pressure when the paste is 



extruded with a rheometer according to the above-described procedure is 
323 kg/cm 2 . 

Then, the binding properties of the resultant polymer fine particles 
are measured in terms of the amount of nickel flake loss. The amount 
nickel flake loss is an index used to judge the binding strength of the 
binder to the active ingredients and is determined by a binding strength 
measurement method described later. Nickel flake loss should not exceed 
about 1 wt%, preferably about 0.5 wt %, and more preferably about 0.1 
wt%. 

First, 10%, based on the weight of polymer, of a nonionic surfactant 
(trade name Triton X-100, distributed in Japan by Dow Chemical Co.,), is 
added to the dispersion of TFE/PFBE copolymer described above, and 
also 0.035% of citric acid. The resulting mixture is concentrated by 
heating to 70°C, which results in the formation of two layers: a 
concentrated aqueous polymer dispersion at the bottom and an aqueous 
Triton X-100 layer at the top. After removal of the supernatant liquid (the 
aqueous Triton X-100 layer), the same nonionic surfactant as the above is 
added to the concentrated aqueous polymer dispersion to bring it to 60% 
by weight of solids concentration with 6% by weight of the nonionic 
surfactant concentration based on polymer. 

To the above dispersion is then added 20 g of nickel flakes. (1 .07 
urn thick, 96.2% by weight passing through a 325 mesh screen, from 
Nikko Fine Products, Ltd., Tokyo). The amount of the dispersion in terms 
of the weight of polymer added is 0.3% by weight of the nickel flakes. 1 5 g 
of pure water added and the contents are mixed for 6 minutes in a mortar. 
The mixing is carried out by hand at a rate of about 100 revolutions per 
minute. 

A 2 mm thick aluminum sheet with a rectangular opening (60 mm x 
15 mm) is placed on aluminum foil; the above mixture is placed in the 
opening. The mixture is leveled to the thickness of the aluminum sheet 
Next, incisions are made into the four sides of the 2 mm aluminum sheet 
with a cutter, and the aluminum sheet is slowly lifted to leave behind a test 
piece for the mixture. This test piece mixture is dried 2 hours at 150°C 
and the weight of the dried test piece is measured. 

On an automatic sifter (made by Fritsch Company, Germany, Type 
03.501) is mounted a sieve with 1 mm openings, and a stainless steel 
SUS tray is placed underneath thereof; a test piece is placed on the sieve. 
With the amplitude dial set at 4, the instrument is allowed to vibrate for 15 



seconds, then the weight of nickel flakes shaken off down to the tray is 
measured. 

The amount of nickel flake detached is calculated according to the 
following equation: 
5 Loss rate = (W2/W1) x 100 (%). 

Where in the formula, W1 represents the weight (g) of the test piece 
before the vibration test; W2 the weight (g) of the nickel flakes shaken off. 
The above dispersion showed a nickel loss of 0.05%. 

Comparative Example 1 
An operation similar to that of Example 1 is carried out to prepare a 
polymer dispersion except for replacing the TFE/PFBE copolymer used in 
Example 1 with a tetrafluoroethylene homopolymer having an SSG of 
2.210 and an average particle size of 0.245 ^m. The extrusion pressure 
and the amount of nickel flake loss are summarized in Table 1. 

Comparative Example 2 
An operation similar to that of Example 1 is carried out to prepare a 
polymer dispersion except for replacing the TFE/PFBE copolymer used in 
Example 1 with a tetrafluoroethylene, hexafluoropropylene, 
perfluorobutylethylene terpolymer having an SSG of 2.210 and an average 
particle size of 0.208 \sm. The extrusion pressure and the amount of nickel 
flake loss are summarized in Table 1. 

Comparative Example 3 
An operation similar to that of Example 1 is carried out to prepare a 
polymer dispersion except for replacing the TFE/PFBE copolymer used in 
Example 1 with a tetrafluoroethylene homopolymer having a high 
molecular weight and large particle size: SSG 2.160; average particle size 
0.270 urn. The extrusion pressure and the amount of nickel flake loss are 
summarized in Table 1. 







Table 1 








Standard 


Average 


Extrusion 


Nickel Lc 




specific 


Particle Size 


Pressure 


(%) 




gravity 


(nm) 


(kg/cm 2 ) 




Example 1 


2.148 


0.164 


323 


0.05 


Comp. Ex. 1 


2.210 


0.245 


146 


25.5 


Comp. Ex. 2 


2.210 


0.208 


127 


100 


Comp. Ex. 3 


2.160 


0.270 


216 


5.1 
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The Examples show that polymer dispersion whose molecular 
weight, as determined by standard specific gravity, and average particles 
size do not meet the requirements specified in this invention, show high 
nickel loss. 
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What Is claimed is : 



CLAIMS 



5 1 . A binder for electrode materials which comprises 

tetrafluoroethylene based polymer fine particles having an average particle 
size of not more than about 0.20 jxm and having a standard specific gravity 
of not more than about 2.20, wherein a mixture prepared from said fine 
particles with about 17% by weight of the total mixture of an extrusion 
10 coagent, when subjected to the measurement of an extrusion pressure by 
a rheometer, exhibits under the conditions of a draw ratio of 100 to 1 and 
an extrusion speed of 18±2 mm/min, an extrusion pressure of not less 
than about 220 kg/cm 2 . 

15 2. A binder for electrode materials as set forth in Claim 1 , wherein 

said tetrafluoroethylene based polymer is polytetrafluoroethylene or a 
copolymer of tetrafluoroethylene with at least one comonomer selected 
from the group consisting of fluoro(alkyl vinyl ethers) represented by 
formula CF 3 -(CF 2 )rrO-CF=CF2 (where n is 0, 1, or 2), 
hexafluoropropylene, and perfluorobutylethylene. 

3. A binder for electrode materials as set forth in Claim 1 , wherein 
said tetrafluoroethylene based polymer has an average particle size of 
about 0.10 to about 0.18 jim. 

4. A binder for electrode materials as set forth in Claim 1, wherein 
said tetrafluoroethylene based polymer has a standard specific gravity of 
about 2.12 to about 2.19. 

5. A binder for electrode materials as set forth in Claim 1 , wherein 
said tetrafluoroethylene based polymer has an extrusion pressure of about 
270 kg/cm 2 or greater. 

6. A process for making an electrode comprising: 
mixing electrode materials with a binder to form an electrode/binder 

mixture, said binder comprising tetrafluoroethylene based polymer fine 
particles having an average particle size of not more than about 0.20 urn 
and having a standard specific gravity of not more than about 2.20, 
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wherein a mixture prepared from said fine particles with about 17% by 
weight of the total mixture of an extrusion coagent, when subjected to the 
measurement of an extrusion pressure by a rheometer, exhibits under the 
conditions of a draw ratio of 100 to 1 and an extrusion speed of 18±2 
mm/min, an extrusion pressure of not less than about 220 kg/cm 2 ; and 
molding said electrode/binder mixture into an electrode. 

7. A process for making an electrode as set forth in Claim 6, 
wherein said tetrafluoroethylene based polymer is polytetrafluoroethylene 
or a copolymer of tetrafluoroethylene with at least one comonomer 
selected from the group consisting of fluoro(alkyl vinyl ethers) represented 
by formula CF3-(CF2)n-0-CF=CF2 (where n is 0, 1, or 2), 
hexafluoropropylene, and perfluorobutylethylene. 

8. A process for making an electrode as set forth in Claim 6, 
wherein said tetrafluoroethylene based polymer has an average particle 
size of about 0.10 to about 0.18 jim. 

9. A process for making an electrode as set forth in Claim 6, 
wherein said tetrafluoroethylene based polymer has a standard specific 
gravity of about 2.12 to about 2.19. 



-13- 




Application No: 
Claims searched: 



GB 0327529.4 
1-9 



Office 



A? 



Examiner: 
Date of search: 




INVESTOR d PEOPLE 



Jcrrgen Svensson 
7 April 2005 



Patents Act 1977 : Search Report under Section 17 
Documents considered to be relevant: 



Category 


Relevant 
to claims 


Identity of document and passage or figure of particular relevance 


A 




US 4197366 A 


(TAMURA ET AL.) See claim 2 and ex. 3. 


A 




DE 2849311 Al 


(VARTA BATTERIE AG) See claim 4; page 5, 
lines 21-28 and page 7, lines 6-7. 


A 




JP 2000040504 A 


(SONY CORP) See PAJ/JPO (JAPIO), abstract. 


A 




JP 55049862 A 


(HITACHI CHEM ET AL.) See 
PAJ/JPO (JAPIO), abstract. 


A 




JP 11279505 A 


(ASAHI GLASS FLUORO-POLYMERS KK) 
See WPI Abstract Accession No. 1999-629507. 



Categories: 



Document indicating tack of novelty or inventive step 



A Document indicating technological background and/or slate of the art. 



Y Document indicating lack of inventive step if combined P Document published on or after the declared priority date but before the 
with one or more other documents of same category. filing date of this invention. 



& Member of the same patent family 



E Patent document published on or after, but with priority date earlier 
than, the filing date of this application. 



Field of Search: 

Search of GB, EP, WO & US patent documents classified in the following areas of the UKC X : 



Worldwide search of patent documents classified in the following areas of the IPC 7 : 

C04B, COST, C08L, C09J, H01M 

The followin g online and other databases have been used in the preparation of this search report; 

WPI, EPODOC, JAPIO 



An Executive Agency of the Department of Trade and Industry 



